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Decontamination of the radioactive cesium that is widely dispersed owing to a nuclear power station 
accident and concentrated in fly ash requires an effective elimination system. Radioactive fly ash contains 
large amounts of water-soluble cesium that can cause severe secondary contamination and represents a 
serious health risk, yet its complete removal is complicated and difficult. Here it is shown that a new 
fine-powder formulation can be magnetically guided to eliminate cesium after being mixed with the ash 
slurry. This formulation, termed MagCE, consists of a ferromagnetic porous structure and alkaline- and 
salt-resistant nickel ferrocyanide. It has potent cesium-adsorption- and magnetic-separation-properties. 
Because of its resistance against physical and chemical attack such as with ash particles, as well as with the 
high pH and salt concentration of the ash slurry, MagCE simplifies the decontamination process without the 
need of the continued presence of the hazardous water-soluble cesium in the treated ash. 



We have recently devised a magnetically guidable rapid elimination system (MagCE: Magnetic Cesium 
Eliminator) for the radioactive cesium that is concentrated in the fly ash ash produced by the incin- 
eration of radioactive materials'"^. To the best of our knowledge, the present study is the first report of a 
cesium decontamination powder that may be added directly to fly ash slurry and that is also readily separable after 
mixing. 

Cesium is the main radioactive contaminant in the fly ash that is currently present in a wide area of eastern 
Japan because of the severe damage to the Fukushima I Nuclear Power Plant\ According to information 
published by the National Cancer Institute of the U.S. National Institute of Health, the two radioactive isotopes 
released in a nuclear accident that generally pose the greatest cancer risks are iodine- 131 (1-131) and cesium- 137 
(Cs-137) (http://www.cancer.gOv/cancertopics/factsheet/Risk/nuclear-power-accidents#ques2). Both are known 
to diffuse easily over a wider area than other isotopes such as strontium, and we have actually confirmed that 
much lower level of radioactive strontium was contained in the fly ash compared with radioactive cesium (See 
Table SI, Supplementary information). Moreover, Cs-137 stiU retains 80% of its radioactivity even 10 years after 
its release, while the radioactivity of 1-131 decreases to 0.04% within 3 months. Should radioactive cesium be 
ingested, it becomes rapidly distributed throughout all of the muscle tissues, and severe arrhythmia, heart failure, 
or sudden death can result from the accumulation of radioactive cesium in cardiac muscle''. 

The guidelines of the Ministry of the Environment of Japan indicate that incineration ash having <8,000 Bq/kg 
of radioactivity may be deposited in a controlled landfill site. As a result, by the end of December 2013, over 
140,000 tons of such ash was classified and treated as radioactive waste (http://shiteihaiki.env.go.jp/02/02. 
html#amount). Moreover, combustible garbage collected through decontamination work contains radioactive 
cesium, so the incineration of this garbage will generate a large amount of highly radioactive fly ash in the near 
future. The cesium in fly ash is readily eluted into water and can spread extensively through the environment. 
Since most fly ash exists in a water-soluble form, a high degree of health risk is at stake' "^'^. 

For a sharp reduction in the stored amount of fly ash through the decontamination of radioactive cesium, 
effective methods are urgently required. In this study, we demonstrate the advantages of magnetically guidable 
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MagCE as a rapid and secure cesium eliminator from radioactive fly 
ash, with great emphasis placed on the merits of MagCE directly 
mixed with fly ash slurry. 

Results & Discussion 

The events leading up to the development of MagCE. Initially, to 
eliminate radioactive cesium from the fly ash slurry, we tested the 
applicability of the previously developed Prussian blue-coated iron 
oxide nanoparticles (PB-IO) that we had used to effectively remove 
cesium from seawater'. PB-IO (40 mg) was able to eliminate 95.4% 
of radioactive cesium from 400 mL of the solid-liquid-separated 
supernatant (828.45 Bq/kg) of the fly ash slurry after 
neutralization (pH 7.0); however, after direct mixing with fly ash 
slurry (fly ash: 40 g; DW: 400 mL), PB-IO (2 g) and the fly ash 
particles became strongly bonded with one another, and their 
magnetic separation was difficult. Both the PB-IO and fly ash 
clustered around a magnet when a strong magnetic field was 
present or when a large amount of PB-IO was mixed with the fly 
ash. In contrast, neither PB-IO nor the fly ash accumulated when 
weak magnetic fields or smaller amounts (40 mg) of PB-IO were 
used (See Fig. SIO, Supplementary Information). We believe that 
one of the reasons for these phenomena might be the small size of 
the PB-IO particles (average size: 304.2 nm), and we therefore 
attempted to increase their magnetic components. Such enlarge- 
ment seems to be effective for more rapid magnetic separation; 
however, the surface of the magnetic core could not be securely 
coated with the outer iron ferrocyanide layer of PB-IO, which was 
easily peeled off by collisions with the fly ash particles during 
vigorous stirring. Moreover, the degree of specific surface area 
available for the cesium adsorption was greatly reduced through 
enlargement of the size of the magnetic material (the surface area 
of a sphere is 4m^; where r is the radius). Therefore, we attempted to 
increase its entire size and specific surface area using fine magnetic 
particles (Fig. Ic). The magnetic properties of the magnetic particles 
tended to decrease as a result of the loading of cesium-adsorbent 
substance on them (Table 1); hence, we used ferromagnetic and 
anticorrosive acicular iron nanomaterials to reduce this degrada- 
tion. Moreover, for MagCE, we planned to have the potential to 
adsorb large amounts of cesium in as short a time as possible and 
to resist both high pH values and mechanical collisions. Thus, we 
provided MagCE with a porous structure composed of acicular iron 
nanoparticles covered with alkali-resistant nickel ferrocyanide, and a 
porous space that was partially occupied with nickel ferrocyanide 
(Fig. Id). We believe that this design of MagCE is useful for the 
enhancement of the large internal and external specific surface 
area of the nickel ferrocyanide. 

The design concept of MagCE. We here report the development 
concept and the details of the MagCE structure in relation to cesium 
adsorption. In view of the complicated operations and drawbacks 
that characterize the conventional method for removal of radioactive 
cesium from fly ash, we sought to resolve them by the direct addition 
of a decontaminant powder to the fly ash slurry, in the knowledge 
that powder-adsorbed cesium is readily separable after mixing 
(Fig. la). To achieve this, in other words, to reduce the number of 
stages for decontamination and to avoid any presence of water- 
soluble cesium in the dewatered cakes, we devised a magnetically 
guidable decontaminant powder, MagCE, using a drug delivery 
system for cancer we had previously developed''"*. 

In the conventional procedure, it is necessary, first, to separate 
cesium-eluted water from the fly ash slurry, after which decontami- 
nants are added to the liquid component thus obtained^' This 
separation process is dependent on particle size, so a decontaminant 
powder of smaller particle size possesses a greater degree of cesium 
adsorption because of its larger specific surface area; however, the 
rapid collection of such a fine powder is considerably more difficult. 



Thus, the powder-adsorbed cesium must be precipitated in the final 
step (Fig. lb). As an added complication, the continued presence of 
water-soluble cesium in the dewatered fly ash cakes is also an import- 
ant issue, because complete removal of the water that contains a 
significant amount of cesium from cakes is challenging, and water- 
soluble cesium can cause radioactive contamination of natural 
resources such as sofl and groundwater. 

More specifically, to perform the processes illustrated in Fig. la, 
MagCE must possess the following characteristics. 

(1 ) Salt tolerance. Fly ash contains many types of salts (See Table SI, 
Supplementary Information) such as chlorides and hydrosulfates of 
potassium and sodium. Zeolite and Prussian blue (Fe4[Fe(CN)6]3) 
are well known to adsorb for radioactive cesium; however, zeolite 
cannot be used for our purpose because its absorbability is too low in 
water with a high concentration of salts''^'\ 

(2) Alkali resistance. An alkaline agent (e.g., slaked lime or sodium 
bicarbonate) is added to neutralize the acid gases produced during 
the incineration process, so the fly ash slurry becomes alkaline. 
Although Prussian blue is salt-tolerant, it starts to decompose 
(Fe4[Fe(CN)6]3) + 12 OH" 4Fe(OH)3 + 3[Fe(CN)6]''-) and lose 
its ability to adsorb radioactive cesium in the alkaline region'^'"'. The 
addition of acid to the slurry to maintain the pH below 7 is possible; 
however, this is neither economical nor safe, because a large amount 
of acid would be needed and harmful heavy metals such as lead and 
cadmium would elute into the water from the ash particles. 

(3) Solid-solid separability of fly ash and MagCE. To achieve max- 
imum reduction of the concentration of radioactive cesium in fly ash, 
MagCE must be recovered from the slurry as efficiently as possible. 
The recovery process uses magnets, and the most desirable charac- 
teristics of this MagCE are as follows: large grain size, strong mag- 
netism and low affinity for fly ash particles. On the other hand, to 
effectively adsorb water-soluble radioactive cesium using MagCE, it 
is desirable for the grain size of MagCE to be small, its surface area 
large and its dispersion high. It is critically important to have a 
proper balance of these characteristics. 

(4) Physical strength. In our execution of the process, the fly ash 
decontamination is performed in the fly ash slurry. Both the proces- 
sing speed and the shear stress increase with the force of the stirring. 
MagCE contains a material that adsorbs radioactive cesium, and its 
adsorption ability decreases if the adsorbent is exfoliated by an 
application of sufficient force (e.g., vigorous stirring). Presumably, 
this effect increases with the concentration of fly ash in the slurry 
because of the increased density. Thus, MagCE must have the capa- 
city to withstand stirring. 

The morphology and cesium adsorption of MagCE. As the first 
assessment of MagCE, we evaluated its nanostructure with scanning 
electron microscopy (SEM) after processing with focused ion beam 
milling (FIB) (Fig. 2a, b). These analyses revealed that MagCE 
displayed a micron-sized (5 to 10 |j,m) porous sponge-like ball 
structure that resembles the decorative Japanese paper balls or 
spheres known as "Kusudama" (See Fig. Sll, Supplementary 
Information). Subsequently, using SEM and energy dispersive X- 
ray spectroscopy (EDX), we observed the surface distribution of 
nickel ferrocyanide and adsorption of cesium by the MagCE after 
reaction with cesium sulfate solution. We detected both of them on 
the outer layer of MagCE (Fig. 2c and see Fig. S13, Supplementary 
Information). We then assessed the internal structure and 
distribution of the MagCE elements using transmission electron 
microscopy (TEM) and EDX (Fig. 2d). We found that each of the 
micron-size secondary particle groups consists of nickel 
ferrocyanide-coated acicular primary iron nanoparticles. The 
particles had a porous structure and was partially occupied nickel 
ferrocyanide. This architecture of MagCE may help to prevent the 
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Figure 1 | Design concept of MagCE. The removal of radioactive cesium from the fly ash slurry using (a) MagCE, and (b) conventional decontaminants. 
Problems in the decontamination of radioactive cesium from fly ash slurry using PB-IO (See Fig. SIO, Supplementary Information); and their 
resolution using (c) MagCE, (d), Schematic representation of the structure of MagCE. 



peeling off of nickel ferrocyanide that occurs due to vigorous stirring 
of the fly ash slurry for long periods. The fine spherical droplets, 
which were sprayed through a spray dryer's nozzle, contained 
nickel ferrocyanide, poly(diaUyldimethylammonium chloride) 
(PDD A) -coated magnetic nanoparticles and water. The nickel 



ferrocyanide-containing water swells out and shrinks by evapora- 
tion of the water through the heating process just after spraying. 
We think that this shrinkage of nickel ferrocyanide, which strongly 
binds the PDDA-coated magnetic nanoparticles, is one of the reasons 
for the formation of the porous structure of MagCE. Spray dryers 
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have been used to obtain not only dry powders but also hollow 
capsules". In terms of avoiding decomposition and the loss of the 
ferromagnetism of the iron nanoparticles through the preparation of 
MagCE and the reaction in the alkaline slurry, we used iron 
nanoparticles on which the surface had been coated with a 
corrosion-resistant iron oxide layer"*. As for the decomposition of 
the iron nanoparticles, we confirmed that strong corrosion and 
rusting occurred when we prepared MagCE using iron particles 
without the anti- oxidative layer (data not shown). EDX line 
analysis showed that MagCE had a lower relative density of iron 
and a higher porosity than the cracked powder version (Fig. 2e). 

Ferrocyanide-salt-type- and fly-ash-type-dependent cesium- 
decontamination degree of MagCE. Moreover, we compared the 
degree of ferrocyanide salt type- dependent cesium elimination by 
MagCE (Fig. 3a). By mixing a solution of potassium ferrocyanide 
with one of the five types of metal ions (iron, cobalt, copper, nickel 
and zinc), representative insoluble ferrocyanide salts are formed 
which can adsorb a certain degree of cesium ions. Regarding the 
diffusion of heavy metals to the environment, we were able to 
prevent the elution of harmful lead from fly ash when the pH range 
of slurry was adjusted so as to remain between 9.5 and 10.5. 
Therefore, we assessed the ferrocyanide-type dependence at pH 9.5 
and 10.5, and found that nickel ferrocyanide displayed the largest and 
the most stable adsorption of cesium among the five types of 
ferrocyanide. An electromicrograph of MagCE particles with these 
ferrocyanides revealed that only zinc ferrocyanide had a large cubic 
crystal structure, and this crystal size might be a disadvantage for the 
enlargement of the specific surface area available to adsorb cesium 
(Fig. 3b). We then evaluated the radioactivity of fly ash slurry after 
treatment with MagCE using the four types of fly ash obtained from 
the different refuse incineration plants (Fig. 3c and see Table SI, 
Supplementary Information). This evaluation revealed that 52.5- 
77.0% and 76.1-83.4% of the radioactive cesium (Cs-134 + Cs- 
137) was eliminated when 0.1 and 1 wt.% of MagCE per unit 
weight of fly ash was used, respectively. We confirmed that 84.3% 
(city A), 77.0% (city B), 80.6% (city C) and 81.7% (city D) of 
radioactive cesium (Cs-134 + Cs-137) was eluted in the liquid 
component which was obtained by the solid-liquid separation of fly 
ash slurry. These elution ratios were almost identical to the 
decontamination ratios of MagCE when a sufficient amount of 
MagCE (1 wt.% per fly ash) was used. In terms of the surface 
electric charges of MagCE and the fly ash particles, their electrical 
repulsion force was larger at a pH of 10.5 than at pH 6, at and below 
which is the value for iron ferrocyanide to maintain its chemical 
stability (See Table 82, Supplementary Information). Moreover, we 



confirmed that the structure of MagCE was maintained even at 24 h 
after the stirring in water at a pH of 10.5 (See Fig. S15, Supplementary 
Information). In terms of the alkaline-resistance, we have prelimi- 
narily confirmed that iron ion, which was released from MagCE, 
increased sharply in water at a pH of over 11.5 (data not shown). 
Therefore pH 10.5 may be preferable for good electrostatic repulsion 
and prevention of coagulation between these particles, and may thus 
be advantageous for the promotion of the solid-solid separation of 
MagCE from fly ash slurry. 

Magnetic-material-type- and pre-magnetization-dependent 
cesimn-decontamination degree of MagCE. In addition, for the 
practical application of MagCE, rapid and complete magnetic 
separation is very important, especially when large amounts of ash 
are to be processed. Therefore, we tried to enhance the magnetic 
separation by pre-magnetization of the MagCE composed of 
ferromagnetic materials prior to mixing it with slurry. We tested 
the degree of cesium elimination affected by the pre-magnetization 
of MagCE comprising three different types of magnetic materials, 
namely, acicular iron (He: 116.2 kA/m; cts 119 A'm^/kg), spherical 
iron (He: 39.8 kA/m; as 150 A'm^/kg) and conventional spherical 
iron oxide (He: 10.3 kA/m; crs 62.8 A'm^/kg) (Fig. 3d, e). as and He 
were the largest in the acicular iron and spherical iron, respectively, 
and both of them were larger in both acicular and spherical iron than 
spherical iron oxide (Table 1). Spherical iron nanoparticles with an 
anticorrosive layer were synthesized by reducing spherical iron oxide 
nanoparticles. The MagCE comprising acicular iron, which possesses 
the largest coercivity, displayed the most marked enhancement of 
cesium elimination by pre-magnetization (0.1 wt.% of MagCE per 
unit weight of fly ash was used): 36.5-60.2% of the radioactive 
cesium (Cs-134 + Cs-137) was eliminated when the pre- 
magnetization of MagCE was performed (magnetic separation 
periods: 4 to 16 sec), by contrast, only 8.16-29.3% of the 
radioactive cesium was removed without the pre-magnetization. 

These results suggest that the pre-magnetization of MagCE com- 
prising ferromagnetic acicular iron particles created sufficient 
remanence (i.e. residual magnetization) for rapid magnetic separa- 
tion, even 24 h after mixing with the slurry. We consider that the 
magnetization-induced soft clustering of this type of ferromagnetic 
MagCE to have accelerated the magnetic separation by maintaining a 
large specific surface area for cesium adsorption. Finally, we tested a 
drum-type magnetic separator that is compact, low cost and provides 
continuous magnetic separation of cesium-adsorbed MagCE from 
large amounts of fly ash slurry (Fig. 4 and see Fig. S9, Supplementary 
Information). Also in this assessment, the pre-magnetization of 
MagCE appeared to be more effective, probably because the mag- 
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Figure 2 | Electromicroscopic observation of MagCE. SEM images taken (a) before and (b) after FIB processing. (SEM images of cracked powder and 
MagCE°*'^' are shown in Fig. S12, Supplementary Information). SEM-EDX of MagCE before (See Fig. S13, Supplementary Information) and (c) after 
adsorption of nonradioactive cesium. MagCE was mixed with 1% cesium phosphate aqueous solution for 30 min, and then washed with DW and filtrate 
using filter paper No. 4A. (d), TEM-EDX of MagCE. Color treatment was performed to reveal the distribution of each element, (e), TEM-EDX line 
analysis of MagCE. TEM-EDX and TEM-EDX line analyses of cracked powder are shown in Fig. SI 4, Supplementary Information. 



netic separation time is generally less when using a drum-type sepa- 
rator: 78.2% of the radioactive cesium (Cs-I34 + Cs-137) was elimi- 
nated when the pre- magnetization of MagCE was performed, by 
contrast, 57.2% of the radioactive cesium was removed without the 
pre-magnetization (0.5 wt.% of MagCE per unit weight of fly ash was 
used). Moreover, the radioactivity of the supernatant after the solid- 



liquid separation of the slurry was <8.0 Bq/kg (under the detection 
limit) and 31.5 Bq/kg, when the percentage of the mass of MagCE 
per fly ash was 0.5 and 0.1, respectively. In terms of the magnetic 
separation efficiency of MagCE, we confirmed that MagCE removed 
over 99.0% of the radioactive cesium from the liquid component 
(before treatment: 821.64 Bq/kg; after treatment: <8.0 Bq/kg) of 



SCIENTIFIC REPORTS | 4 : 6294 | DOI: 1 0. 1 038/srep06294 



5 




City A City B City C City D 



Non-treated fly ash slurry 


Non-lrcaled fly ash slurry 


Non-ircated fly ash slurry 


Non-trealtd fly ash sluny 


134CS +137Cs: 633.86 


134Cs 1 137Cs: 702.30 


134Cs ■1137Cs: 543.66 


134Cs t 137Cs: 1066.76 


l37Cs: 310.83 (Bq/kg) 


137Cs: 352.64 (Bq/kg) 


137Cs: 265.43 (Bq/kg) 


137Cs: 524,11 (Bq/kg) 



Type of fly asli aiid tlie amount of MagCE 



Figure 3 | Assessment of the MagCE performance in radioactive cesium elimination from fly ash slurry under various conditions. Ferrocyanide-type- 
dependent (a) degree of removal of radioactive cesium and (b) each of the SEM images (See also Fig. S16, Supplementary Information). MagCE (40 mg) 
composed of each type of insoluble ferrocyanide salt and acicular iron was mixed for 24 h. As ferrocyanide salts, we used iron-, cobalt-, cupper-, nickel- 
and zinc-ferrocyanide. (c). The appearance of four types of fly ash (See Table SI, Supplementary Information) obtained from the different refuse 
incineration plants and fly-ash-type-dependent removal of radioactive cesium. MagCE (40 or 400 mg) composed of nickel ferrocyanide and acicular iron 
was mixed, (d), Degrees of the magnetic-material-type-dependent and magnetic-separation-time-dependent removal of the radioactive cesium, which 
are increased by the magnetization of MagCE before its addition to the fly ash slurry. MagCE (40 mg), composed of nickel ferrocyanide, and each type of 
magnetic nanoparticle was mixed. As magnetic materials, we used acicular iron, spherical iron and spherical iron oxide, (e), SEM images of spherical iron 
oxide nanoparticle- and spherical iron nanoparticle-based MagCE (See also Fig. SI 7, Supplementary Information), (a), (d). Fly ash obtained from city D 
was used, (a), (c), (d), MagCE, which was prepared when the floating ball-height of rotameter was 45 mm, which then was mixed with fly ash slurry (fly 
ash: 40 g; DW: 400 mL). After the removal of MagCE using a bar type magnetic separator (See Fig. S8, Supplementary Information), the radioactivity of 
the slurry was measured using an Na-I scintillator. Data are expressed as the mean ± SD, All samples for the assay were prepared in triplicate. 



the solid-liquid separated fly ash slurry using a magnet bar equipped 
with a Z axis stage (separation period: 90 sec) and drum-type mag- 
netic separator (separation speed: 2 L/min). Moreover, radioactive 
cesium was 1848.1 (<C8000) Bq/kg in the solid-liquid separated solid 
component, so it may be placed in a final disposal site according to 
the current Japanese Waste Management Law. We confirmed that fly 
ash contained 30 to 35 wt.% of the water soluble component, so the 
insoluble sludge was reduced to 65 to 70 wt.% after the fly ash had 
been mixed with water and the obtained slurry was solid-liquid 
separated (the water soluble components are removed in this pro- 
cess). As a result, the total amount of insoluble sludge (insoluble fly 
ash components + magnetically separated MagCE) is calculated as 
65.5 to 70.5 wt.% per fly ash when 0.5 wt.% MagCE per fly ash was 
added to the ash slurry. In the present study, 2 L of the slurry, which 
contained 200 g of fly ash, could be treated per a minute (i.e., 144 kg 
of fly ash/day) using the compact type of magnetic separator. If the 
number and size of separator are increased, we can easily treat much 
larger amounts of fly ash (the magnetic separator of which treatment 
speed is 2000 L/min is commercially available). 

Conclusion. To the best of our knowledge, this report of the 
development of the cesium decontaminant powder described here, 
which can be directly mixed with fly ash slurry and rapidly achieves 



both magnetic separation and cesium adsorption even after mixing is 
the first such study in this area of research. These features not only 
simplify the decontamination process, but also enable the complete 
removal of water-soluble cesium from fly ash slurry. MagCE affords 
the following advantages. (1) Its porous particle structure is useful for 
the enlargement of both internal and external specific surface areas 
for cesium adsorption. (2) The placement of alkaline-resistant nickel 
ferrocyanide into the porous space is desirable for maintaining the 
stability (the prevention of both chemical decomposition and 
physical removal) of the cesium-adsorption sites. (3) The 
ferromagnetic material (large He and as), with its anticorrosive 
layer, enhances the magnetic separation by pre-magnetization of 
MagCE. This new technique will be useful for the decontamination 
of the areas surrounding Fukushima and Chernobyl, and, in cases of 
emergency, for the decontamination of nuclear power stations and 
their surrounding areas in any country in which is needed. In terms 
of the possible use for other than fly ash, MagCE may be available for 
the removal of radioactive cesium from solid samples such as soU, 
plant biomass and so on, when water-soluble cesium can be 
effectively eluted in the washing fluid of these samples. Moreover, 
if new types of MagCE which contains specific sorbent for other 
isotopes are developed, various kinds of isotopes will be rapidly 
removed in a similar manner. 
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Figure 4 | Larger-scale study using a drum-type magnetic separator, (a), Schematic representation of the concept of the compact decontamination 
system composed of a slurry-mixing tank, a magnetic separator to recover the iVIagCE and the dewatering equipment. This system is very simple and 
effective for processing highly radioactive fly ash. (b), Schematic representation of the decontamination involving removal of radioactive cesium using 
MagCE and a drum-type magnetic separator (See also Fig. S9, Supplementary Information), (c), IVIagCE composed of nickel ferrocyanide and acicular 
iron, which was prepared when the floating ball-height of rotameter was 45 mm, were magnetized and added to the fly ash slurry and stirred at 200 rpm 
for 24 h. Then, the MagCE-mtxed slurry was circulated for 5 min and discharged to a magnetic separator from a slurry pump (2 L/min). Finally, the 
radioactive cesium of (1) fly ash slurry, (2) supernatant obtained after the centrifugation (9000 G, 15 min) of slurry and (3) dried powder, which was 
obtained after the treatment with a vacuum oven and a power mfll (See Fig. S18, Supplementary Information), was measured by using a Ge detector. The 
percentage of the removal of the radioactive cesium was calculated. Fly ash obtained from city D (See Table SI, Supplementary Information) was used. 
Data are expressed as the mean ± SD. AH samples for the assay were prepared in triplicate. 
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Methods 

Preparation of MagCE and MagCE^'^^. Each magnetic nanoparticle was supplied by 
Dowa Electronics Materials (Tokyo, Japan) and each reagent was purchased from 
Wako {Tokyo, Japan). Magnetic nanoparticles (10 wt.%) were mixed with a 1% 
PDDA aqueous solution for 1 h and centrifuged (3000 G, 15 min) to remove the 
supernatant. This PDDA-coated iron nanoparticles-precipitate was dispersed in DW 
(15 wt.%). This PDDA-coated magnetic nanoparticle slurries (50 mL) and heavy 
metal ferrocyanide slurries (50 mL; Supplementary Information) were then 
thoroughly mixed using a T-shaped micro-mixer (passage diameter: 600 |j.m; 
Nakamura Choukou, Osaka, Japan)^^. This mixer was equipped with a high pressure 
syringe pump (Nexus 6000, Science Products GmbH, Hofheim, Germany) and 
stainless syringe (100 mL; Science Products GmbH). Both of these slurries were 
extruded from the outlet of the syringe and flowed into the inlet of the micro-mixer at 
the speed of 150 mL/min (movie file Si, Supplementary Information). The mixed 
slurry obtained was treated with a spray dryer (Fig. 3a; Model B-290, Buchi 
Laboratoriums Technik AG, Switzerland)^". The inlet and outlet temperatures of a 
diyer were set at 497 K and 368 K, respectively. The sprayed air volume and negative 
pressure suction force were controlled at 414-670 L/h and —50 mbar, respectively. 
Finally, the dried MagCE powder was recovered by a cyclone separator and any 
uncollected portion (MagCE'^'^'^0 was trapped with an outlet bag filter (Fig. SI, 
Supplementary Information). The optimal conditions of the sprayed air volume, the 
reaction time with MagCE and the concentration of MagCE, are shown in Fig. S2-S3 
(Supplementary Information). 

Fly ash and quantitative analysis of radioactive cesium. Each type of fly ash was 

obtained from 4 different incineration plants in eastern Japan. In all of the studies 
except for Fig. 3c, the fly ash from city D was used. The radioactivity of the fly ash 
slurry was measured in all of the decontamination tests except for a part of Fig. 4C. 
The radioactivity of cesium was measured using a multi-channel analyzer for y- 
spectroscopy (Na-I scintillator: MUCHA, Raytest, Straubenhardt, Germany) or a 
germanium semiconductor detector (Ge detector: GC-2020-7500SL-2002CSL, 
Canberra. Meriden, Connecticut, US). 

Magnetic separation of the cesium- adsorbed MagCE from fly ash slurry (small 
scale study). Fly ash (40 g) was mixed with water (400 ml) at 200 rpm for 24 h in a 
storage bottle (500 ml; Corning International, Inc., NY, US). MagCE amounts 
ranging from 25 to 400 mg were added to samples of this slurry. A magnetic 
separation system consisting of a long bar magnet {1.0 tesla: Niroku Seisakusho Co., 
LTD, Kobe, Japan) and Z-axis electric stage (COMS, Amagasaki, Japan) was used for 
the magnetic separation of the MagCE mixed with this slurry. This type of separator is 
equipped with an incubator shaker (200 rpm, 25 C: New Brunswick INNOVA 4400, 
Eppendorf AG, Hamburg, Germany) {Figure S8, movie file S2, Supplementary 
Information). A magnet covered by a 50 mL tube was inserted into the mouth of the 
bottle, whose contents were shaken at 200 rpm with this shaker. After each 
designated period, the magnet was lifted up by a Z-axis stage and a tube on which the 
surface with the adsorbed MagCE was removed. 

Magnetic separation of the cesium- adsorbed MagCE from fly ash slurry (large 
scale study). Fly ash (100 g) was mixed with water (1 L) to obtain slurry at 200 rpm 
for 24 h in a storage bottles {1000 ml; Corning International, Inc.). MagCE (0.1 or 
0.5 g) were added to samples of this slurry. Ten sets of this samples were prepared and 
all of them were mixed. Finally, the slurry which contained fly ash ( 1 kg) , water ( 1 0 L) 
and MagCE (1 g or 5 g) were obtained. A magnetic separation system consisting of a 
slurry pump and a magnetic separator {0.5 tesla, 20 rpm, clearance between magnet 
drum and receiver: 3 mm; magnet drum: 4>1 13 mm X L160 mm; Noritake Co., Ltd., 
Tokyo, Japan) was used for the magnetic separation of the MagCE mixed with this 
slurry (See Fig. S9, Supplementary Information). A rotary pump (Nanofilter Demi, 
Noritake) connected with a static mixer {Static mixer, Noritake Co., Ltd.) was used as 
the slurry pump. This large scale study was also conducted at 25"C. 

Magnetization of MagCE. To magnetize MagCE, a neodymium magnet (0.5 tesla) 
was attached to the outer wall of an aluminum foil container of MagCE (See movie 
file. S3, Supplementary Information). 
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